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A synthetic soil/fertilizer for horticultural application 
having all the agronutrients essential for plant growth is 
disclosed. The soil comprises a synthetic apatite fertil- 
izer having sulfur, magnesium and micronutrients dis- 
persed in a calcium phosphate matrix, a zeolite cation 
exchange medium saturated with a charge of potassium 
and nitrogen cations, and an optional pH buffer. Mois- 
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ACTIVE SYNTHETIC SOIL 

ORIGIN OF THE INVENTION 

The invention described herein was made in the per- 
formance of work under a NASA contract and is sub- 
ject to the provisions of Section 305 of the National 
Aeronautics and Space Act of 1958, Public Law 85-568 
(72 Stat. 435; 42 U.S.C. 2457). 

CROSS-REFERENCE TO RELATED 
APPLICATION This is a continuation of our earlier 
application Ser. No. 963,349, Oct. 16, 1992, abandoned. 

FIELD OF THE INVENTION 

The present invention relates to an active synthetic 
soil for horticulture. More particularly the present in- 
vention relates to an active synthetic soil made from 
synthetic apatite and natural zeolite having a complete 
spectrum of agronutrients necessary for plant growth. 

BACKGROUND OF THE INVENTION 

Synthetic soils for horticulture (i. e., solid substrates 
for plant support) include two general categories — inert 
and active. Inert substrates are commonly used in nu- 
triculture (e. g., hydroponics) and are designed to pro- 
vide mechanical support, proper root aeration and 
drainage. Quartz sand is a good example of an inert soil. 
Plant nutrients are added separately as, for example, 
liquid fertilizers such as Hoagland’s solution. Soils 
which are defined as “active” have the ability to pro- 
vide nutrient retention and release (i. e., incorporate 
fertilizing capability) in addition to the other primary 
soil functions of the above mentioned inert soils. 

It is known that nutrient retaining activity in natural 
soils is due to the presence of organic matter and clay 
components. Such components have charge sites suit- 
able for ion exchange. Prior to release, the nutrient 
elements are held at the charge sites as “exchange ions.” 
Recent introduction of ion exchange media (that are not 
normally found in natural soils) having a high exchange 
ion holding capacity have made feasible the develop- 
ment of active synthetic soil-fertilizers which can sup- 
ply plant nutrients over a long period of time. 

Mineral zeolites have been found to be a class of very 
useful ion exchange media. Many natural species are 
prevalent and numerous synthetic species have been 
made in the laboratory. Zeolites are hydrated alumino- 
silicates of alkali and alkaline-earth cations that possess 
infinite, three-dimensional crystal structures (i.e., tek- 
tosilicates). The primary building units of the zeolite 
crystal structure are (Al,Si)C >4 tetrahedra. When Al 3+ 
and sometimes Fe 3 + substitute for Si 4 + in the central 
cation position of the tetrahedron, a net-negative charge 
is generated. This negative charge is counterbalanced 
primarily by monovalent and divalent “exchange cati- 
ons.” Zeolites have shown the ability to exchange most 
of their constituent exchange cations as well as hy- 
drate/dehydrate without major changes in the struc- 
tural framework. Most zeolites have large channels 
and/or cages that allow exchange cations easy access to 
charge sites and provide unique cation selectivity. 

The use of zeolites as a major soil component has a 
relatively recent past. U.S. Pat. No. 4,337,078 to Petrov 
et al. describes the use of a natural zeolite clinoptilolite 
with vermiculite and peat in a synthetic soil. The term 
zeoponics has been coined to describe synthetic soils 
containing zeolites in horticulture. 
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Agronomists and botanists have long recognized the 
vital function of sixteen nutrients needed by growing 
plants including the trace elements or micronutrient- 
s — zinc, chlorine, iron, manganese, copper, molybde- 
5 num and boron. It is also known that the optimal spec- 
trum and concentration of micronutrients in a particular 
soil can vary depending on the plants being grown, soil 
properties, climate, and the stage of the plant growth 
cycle. 

1° While most natural soils contain micronutrients at 
least to some extent and the overall need is small, deple- 
tion can occur with intensive agricultural activity. Even 
when the soil concentration is putatively adequate, 
other factors can prevent micronutrient uptake by the 
15 plant. Since micronutrients must be available as soluble 
ions, such ions can be immobilized in low solubility 
alkaline soils and/or can be trapped on clays or organic 
materials as insoluble complexes. 

It has been common practice to supplement phos- 
phorus-impoverished soil by using a mineral fertilizers 
such as rock phosphate or natural apatite Such minerals, 
however, do not supply the required micronutrients and 
can contain toxic elements such as fluorine and cad- 
25 mium. 

Rock phosphate as mined is relatively insoluble in 
water. Therefore, the raw product is generally pre- 
treated to enhance phosphate solubility prior to use. 
Such processes, however, are considered too expensive 
30 for farmers in underdeveloped nations. Yet, fertilizer 
use is necessary to promote economic development. It 
has been suggested by Chesworth et al., Applied Clay 
Science , 2:291-297, 1987, Barbarick et al., Colorado 
State University Department of Agronomy Technical 
35 Bulletin No. TB88-1, June 1988 and Lai et al., Zeolites, 
6:129-132, 1986 that a combination of natural untreated 
rock phosphate and an ion exchange medium such as a 
zeolite, which are both relatively abundant in underde- 
veloped regions of the world, can be made to increase 
40 the solubility of rock phosphate in the soil without 
pretreatment. The zeolite is thought to act as a sink for 
calcium cations and induce further dissolution of the 
rock phosphate. 

Agriculture at lunar colonies will require develop- 
45 ment of artificial soils and fertilizers which perform the 
four primary functions of a natural soil (e. g., nutrient 
retention, aeration, moisture retention and mechanical 
support). It is also desirable that such artificial soils be 
manufactured substantially from lunar resources, pro- 
50 vide an entire spectrum of essential nutrient elements 
and be substantially free of toxic elements. 

Ming D. W., Lunar Base Agriculture Soils for Plant 
Growth, (Ming and Henniger, ed.), American society of 
Agronomy, Madison, Wis., 1989, pp. 93-106 discusses 
55 the use of zeolites in the manufacture of synthetic soils 
on the moon. 

Lewis M. D. et al., Zeo-Agriculture: Use of Natural 
Zeolites in Agriculture and Aquaculture , (Pond and 
Mumpton ed.), Boulder, Colo.rWestview Press, 1983, 
60 pp. 105-111, describes the use of granulated clinoptilo- 
lite, ammonium-exchanged clinoptilolite and urea as 
nitrogen fertilizers. 

Pirela, D. G. et al., Zeo-Agriculture: Use of Natural 
Zeolites in Agriculture and Aquaculture, (Pond and 
65 Mumpton ed.), Boulder, Colo.rWestview Press, 1983, 
pp. 1 13-122, describes the use of clinoptilolite in combi- 
nation with nitrogen fertilization to increase plant 
growth. 
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Parham, W. E., Zeo-Agriculture : Use of Natural Zeo- 
lites in Agriculture and Aquaculture, (Pond and Mump- 
ton ed.), Boulder, Colo.:We$tview Press, 1983, pp. 
283-285, surveys the use of natural zeolites in the agri- 
cultural arts. 

Ferguson et al., Soil Science Society of America Jour- 
nal, 51:231-234, 1987 describes ammonium retention in 
sand amended with clinoptilolite. 

Ferguson et al., Agronomy Journal, 78:1095-1098, 
Nov-Dec, 1987 describes the growth of creeping bent- 10 
grass on a clinoptilolite amended sand. 

Iskenderov et al., Occurance, Properties and Utilization 
of Natural Zeolites, (Kallo and Sherry ed.), Budapest- 
:Akademiai Kiado, 1988 pp. 717-720, describes the utili- 
zation of natural zeolite in Azerbaijan for increasing 15 
wheat yield. 

MacKown et al., Journal of American Soil Science 
Society, 49:235-238, 1985 describes the mobilization of 
ammonium nitrogen in a coarse textured soil amended 
with zeolite. 

Allen E. R. et al., Agronomy Abstracts, p. 193, Nov. 
27-Dec. 2, 1988 describes use of a zeolite-apatite sub- 
strate to supply nitrogen, phosphorus and potassium by 
ion exchange. 

U.S. Pat. No. 3,958,973 to Roberts describes a micro- 25 
nutrient metal containing phosphate glass for fertilizer 
use. The glass is based on P2O5 and the micronutrients 
are based on the metal oxide. A solubility control agent 
is said to be present to control the amount and rate of 
release. 

U.S. Pat. No. 4,299,613 to Carderelli describes a poly- 
meric composition incorporating essential plant growth 
compounds in ionic form. These compounds are said to 
be gradually, continuously and uniformly released over 
a long period of time in response to the presence of 35 
moisture. 

U.S. Pat. No. 4,334,906 to Young describes a combi- 
nation soil amendment and micronutrient source. The 
composition comprises highly porous sulfur particles 
having substantial internal surface area with the micro- 40 
nutrient source dispersed either throughout the particle 
matrix or over the interior surfaces. 

U.S. Pat. No. 4,670,039 to Sjogren describes a con- 
trolled slow release fertilizer composition comprising 
an encapsulated fertilizer, carbon particles and plaster. 45 

U.S. Pat. No. 4,557,749 to Berthet et al. describes a 
sealed container for a hydrosoluble fertilizer or agricul- 
tural product. The container has a wall made of a hy- 
drophobic polymer diaphragm with hydrophilic inclu- 
sions which absorb water. Water passing into the con- 50 
tainer dissolves the fertilizer which is then desorbed 
into the medium being treated. 

Other U.S. patents of interest include U.S. Pat. No. 
4,994,100 to Sutton et al.; U.S. Pat. No. 4,507,139 to 
Sullivan et al.; U.S. Pat. No. 4,175,943 to Jordaan et al.; 55 
and U.S. Pat. No. 4,995,897 to Schramm et al. 

SUMMARY OF THE INVENTION 

The present invention provides a synthetic soil and 
fertilizer composition for horticulture which contains 60 
an entire spectrum of nutrients essential for plant 
growth. The soil combines a cation exchange medium 
charged with ammonium and potassium exchange cati- 
ons and a synthetic apatite composition comprising 
magnesium, sulfur and plant micronutrients. The syn- 65 
thetic apatite unlike natural varieties is essentially free 
of toxic elements. The presence of moisture mobilizes 
the plant nutrients at a slow, steady rate. In addition, the 
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nutrient release rate can be closely tailored to the horti- 
cultural requirements. These features and others offer 
potential for use in lunar agriculture applications. 

In one embodiment, the present invention provides a 
5 slow-release fertilizer. The fertilizer is made from a 
synthetic apatite comprising matrix of calcium phos- 
phate having a dispersion of one or more agronutrients 
and a cationic exchange medium having a charge of one 
or more agronutrients. The apatite and cationic ex- 
change medium are preferably essentially free of 
agrotoxins, such as, for example, fluorine, cadmium and 
sodium, in amounts detrimental to the growth of most 
plants. Agronutrients include, for example, potassium, 
ammonium-nitrogen, magnesium, sulfur, zinc, chlorine, 
iron, manganese, copper, molybdenum and/or boron. 
The fertilizer can further include a pH buffer to main- 
tain a pH balance of from about 5.5 to about 7. The 
cationic exchange medium can comprise natural or 
synthetic zeolite, phyllosilicate or a combination 
20 thereof including clinoptilolite, chabazite, mordenite, 
phillipsite, Linde type A, Linde type X, vermiculite, 
smectite or a combination thereof. The cation exchange 
medium has a cation exchange capacity (CEC) of at 
least 50 cmol c /kg, preferably at least 100 cmol c Ag, and 
more preferably at least 150 cmol c /kg. The cation ex- 
change medium preferably has a charge of ammonium 
and potassium ions at a weight ratio of from about 1 to 
about 5:1 of ammonium:potassium. The fertilizer prefer- 
ably comprises from about 5 to about 100 parts by 
30 weight of the synthetic apatite per 100 parts by weight 
of the cationic exchange medium. 

In a preferred embodiment, the apatite of the fertil- 
izer has a generally uniform composition and corre- 
sponds to the formula: 

(Ca5. xm /2M x )((P04)3-^ 9 /3Q^)((0H)i. 2 x 2 ) 

wherein M is a cation containing an element selected 
from potassium, zinc, iron, manganese, magnesium, 
copper or a combination thereof; wherein m is the 
molar average valence of M according to the equation 
m = (2m/x/)/(2x/) where each m / is the valence of ith 
cation comprising M and x/is the relative molar propor- 
tion of the ith cation; wherein Q is an anion of carbon- 
ate, silicate or containing an element selected from bo- 
ron, molybdenum, or sulfur, or a combination thereof; 
wherein q is the molar average valence of Q according 
to the equation q=(2q/y/)/(2y/) where each q / is the 
valence of ith anion comprising Q and y / is the relative 
molar proportion of ith anion; wherein X is chloride, 
fluoride or a combination thereof; and wherein x has a 
value of 0-0.82, y has a value of 0-0.76, and z has a 
value of 0-0.15, provided that at least one of x and y are 
greater than zero and the amount of fluoride does not 
exceed 3000 ppm by weight, and also provided that 
when x is zero Q includes an anion of boron, molybde- 
num and/or sulfur. Preferably M* has the formula: 

K xK Mg xMg Fe X F^Zn xZ rM n xMn Cu xCu 

wherein x^— 0.205; XMg=0A\2; xp e = 0.144; 

xz/*= 0.0123; xm*- 0.044; xc«=0.0038; 

X = Xjc-b *Mg+ *Fe+ XZ/2 + ^Mn +*Cu\ and wherein x>0. 
More preferably, 0.051^x^=0.205; 0.165^x^^0.412; 
0.0359^x^0.144; 0.006 ^x z « ^0.0123; 

0.01 8 =XA/ n = 0.044; and 0.0016 =xc«= 0.0038. Espe- 
cially, 0.102^x^0.154; 0.247^x^0.33; 

0.072 ^ x Fe ^ 0. 108; 0.006 l^x Zn ^ 0.0092; 
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0.01 8 — xj/n = 0.036; and 0.0025 0.0032. Qy pref- 
erably has the formula: 

(COa^cCSiO^iCMoO^MoCBOsWSO^s 

wherein ychas a value up to about 0.5, ys/has a value 
up to about 0.218, y^has a value up to about 0.000052, 
ys has a value up to about 0.0093, and yshas a value up 
to about 0.25; and wherein y = yc+ ys/+ yAfo+ ye+ ys, 
and (yAfo+y J &+y < s)>0. More preferably, 

0.00002 ^ ymo ^ 0.000042; 0.00 1 85 0.00741; and 
0.125 =ys= 0.25. Especially, 

0.000021 ^yM^O.0000313; 0.0037 0.0056; and 
0.156^ys^i0.219. Where the solubility control agent is 
carbonate, preferably 0.0668 =yc= 0.334, and espe- 
cially 0.134^yc=0.2; and where it is silicate, prefera- 
bly 0.0435 ^ys/^i 0.1 31, and especially 

0.0653 ^=ys/=i 0.109. x z preferably has the formula: 

ClzciPzF 

wherein zc/has a value up to about 0.071, z/^has a value 
less than about 0.08, and z=zc/+zp- More preferably, 
0.0283 = zc/= 0.07 1; and zf= 0.008. Especially, 

0.0565 ^ zc/= 0.064; and z F ^0.00008. 

In a particularly preferred embodiment, the apatite of 
the fertilizer in the present invention is an agronutrient- 
substituted hydroxylapatite of the formula: 

[^-xm/l^xK^SxM^xF^nxZnMnxMn^xCuK- 
(PO4) 3.^/3 (COs^^SiO^^XMoO^^CBO 3) y g{- 

so4)^[(oh)i./:i zC/ f^ 

wherein m is the molar average valence of the potas- 
sium, magnesium, iron, zinc, manganese and copper 
cations according to the equation: 

m=(xx+ 2xMg+2xfe + 2xz n + 2x + 2 xcuV* 

wherein q is the molar average valence of the anions 
CO3, SiC>4, M0O4, BO3 and SO4 according to the equa- 40 
tion: 

q = (2yc+*ysi+ 2y Mo + tys + 2 ys)/y 

wherein X = XK+ *Mg+ *Fe+*Zn + + XCa, y = yc- 45 

+ys/+yAfo+y5+y5, z=zc/+z j p, and at least one of x, 
y Mo, YB and ys is greater than zero; and wherein 
x^0.21; XMg^OAl; x Fe ^0A4; x Zn ^ 0.012; 
x Afn— 0.044; x C u= 0.003 8; yc^0.5; ys^O.218; 

y^= 0.000052; yi^O.0093; ys^0.25; z C /^0.071; and 5Q 
z f= 0.08. Preferably, 0.05 1 = xje~ 0.205; 

0.165^ XMg = 0.4 1 2; 0.0359 ^x Fe ^0. 144; 

0.006 ^ x Zn = 0.0 123; 0.018^x^0.044; 

0.00 16^ xcu = 0.0038; 0.00002 ^YMo^ 0.000042; 

0.001 85 ^y^O.00741; 0. 125 ^ ys^ 0.25; 55 

0.0283 ^z C /= 0.071; and z^0.008. Especially, 
0.102^x^0.154; 0.247^x^0.33; 

0.072 =Xi^=0. 108; 0.006 l^x Zn ^ 0.0092; 

0.01 8 ^ XMn ^ 0.036; 0.0025 ^ x c « ^ 0.0032; 

0.00002 1 ^ y M o^ 0.00003 1 3; 0.0037 ^ys= 0.0056; ^ 

0. 1 57 ^ ys=0.219; 0.0565 ^ z c/^ 0.064; and 

z^^ 0.00008. 

In another embodiment, the present invention pro- 
vides a horticultural method. In one step, a botanical 
species is planted in a sufficient amount of the fertilizer 65 
composition described above. In another step, the fertil- 
izer is contacted with moisture to mobilize the agronu- 
trients. 
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In a further embodiment, the present invention pro- 
vides a method of making an active synthetic fertilizer. 
In one step, a synthetic apatite is prepared by admixing 
in an aqueous medium from about 1.0 to about 1.6 moles 
per liter of a soluble ionic calcium compound and a 
solution mixture comprising from about 0.5 to about 0.8 
moles per liter of a soluble ionic phosphate compound 
and an agronomic amount of, one or more soluble 
agronutrients selected from magnesium, zinc, sulfur, 
chlorine, iron, manganese, copper, molybdenum and 
boron to form a crystalline calcium phosphate precipi- 
tate having agronutrients dispersed therein. The precip- 
itate is recovered, dried and suitably granulated. As 
another step, individual zeolite portions are charged 
with ammonium and potassium cations to displace na- 
tive cations. The precipitate is blended with the charged 
zeolites at a proportion of from about 5 to about 100 
part by weight of the precipitate per 100 parts by 
weight of the ammonium and potassium charged zeo- 
lites. The weight ratio of ammonium charged zeolite to 
potassium charged zeolite is from about 1 to about 5:1. 
The zeolite is preferably clinoptilotite. The fertilizer 
blend preferably includes from 0 to about 10 parts by 
weight of a pH buffer per 100 parts by weight of the 
ammonium and potassium charged zeolites. 

BRIEF DESCRIPTION OF THE FIGURE 

The Figure shows diffractographs with peak spacing 
for three different synthetic apatite compositions of the 
present invention. The diffractographs indicate that the 
present synthetic apatite has a crystalline structure simi- 
lar to naturally occurring hydroxyapatite and carbonate 
hydroxyapatite. 

DETAILED DESCRIPTION OF THE 
INVENTION 

An entire spectrum of essential agronomic nutrients 
including nitrogen, potassium, magnesium, sulfur and 
micronutrients are incorporated into an active synthetic 
soil for horticulture. Upon contact by moisture, the 
nutrients are slowly released, as required, for plant use. 
In addition, a fertilization rate can be controlled and the 
soil tailored to horticultural needs. 

The major component of the synthetic soil composi- 
tion is a synthetic apatite fertilizer. The apatite has a 
calcium phosphate matrix which is at least slightly solu- 
ble in water. Water solubility is necessary to give mobil- 
ity to nutrient elements contained in the apatite matrix. 

Preferably, from about 30 to about 50 parts by weight 
phosphorus are used per 100 parts calcium, and more 
preferably, from about 40 to about 45 parts by weight 
phosphorus per 100 parts calcium. 

One or more essential agronomic nutrients besides 
calcium and phosphorus are dispersed within the crystal 
structure of the synthetic apatite. Essential agronomic 
nutrients (agronutrients) in addition to calcium and 
phosphorus, include potassium, nitrogen, magnesium, 
sulfur, zinc, chlorine, iron, manganese, copper, molyb- 
denum and boron. The latter seven elements (zinc, chlo- 
rine, iron, manganese, copper, molybdenum and boron) 
are generally referred to as micronutrients and are 
needed by plants in lower amounts than the other essen- 
tial agronutrients. 

Agronutrients are provided in the present composi- 
tion as water soluble inorganic (ionic) compounds. The 
inorganic compounds should not have acute toxicity (e. 
g. cyanide salts), or other undesirable properties and 
should be free of excessive amounts of agrotoxins in- 
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eluding unwanted elements and organic toxins. Unde- 
sirable elements typically include most heavy metals 
such as lead, cadmium, mercury, and the like, and other 
elements such as fluorine, sodium, arsenic, antimony, 
selenium, tin, and the like. The synthetic apatite can, 5 
however, contain a relatively small amount of any of 
these toxins below a toxic level for plants and, where 
appropriate, grazing animals. For example, natural apa- 
tite contains about 6 percent fluorine and has only lim- 
ited potential as a soil supplement because of the fluo- 10 
line toxicity, particularly to grazing animals such as 
sheep which can ingest the fluorine, e.g. by licking the 
soil containing the supplement. Prior art phosphatic 
fertilizers, in contrast, can contain about 3000 ppm fluo- 
rine, whereas natural soils average about 300 ppm and 15 
plants typically contain about 3 ppm fluorine. Thus, the 
present synthetic apatite composition should generally 
contain no more than 10 parts fluorine per 100 parts 
calcium, by weight, but preferably contains no more 
than 3000 ppm fluorine, more preferably no more than 20 
300 ppm, and especially no more than 3 ppm. Tolerance 
levels of specific plants and animals for other agrotoxins 
can be found in the literature or determined empirically. 
The amount of agrotoxins in the synthetic apatite 
should be less than an amount which would result in 25 
release into the environment of the agrotoxins in excess 
of a given tolerance level. 

Examples of suitable water soluble compounds of 
agronutrients used in the preparation of the synthetic 
apatite include potassium compounds such as potassium 30 
chloride, potassium nitrate, potassium nitrite, potassium 
sulfate, and potassium phosphate; magnesium com- 
pounds such as magnesium nitrate, magnesium chloride, 
magnesium nitrite, magnesium chlorate, magnesium 
perchlorate and hydrates thereof; sulfur compounds 35 
such as sodium sulfate, ammonium sulfate, potassium 
sulfate, and hydrates thereof; zinc compounds such as 
zinc chloride, zinc nitrate, zinc nitrite, zinc sulfate and 
hydrates thereof; chlorine compounds such as sodium 
chloride, potassium chloride, ammonium chloride; iron 40 
compounds such as ferric nitrate, ferrous nitrate, fer- 
rous nitrite, ferric nitrite, ferric chloride, ferrous chlo- 
ride, ferric sulfate, ferrous sulfate and hydrates thereof; 
manganese compounds such as manganese(II) nitrate, 
manganese(II) nitrite, manganese dichloride, man- 45 
ganese(II) sulfate and hydrates thereof; copper com- 
pounds such as copper(II) chloride, copper(III) chlo- 
ride, copper(II) nitrate, copper(II) nitrite and hydrates 
thereof; molybdenum compounds such as ammonium 
paramolybdate, ammonium permolybdate, sodium 50 
trimolybdate, sodium tetramolybdate, sodium paramo- 
lybdate, sodium octamolybdate, potassium molybdate 
and hydrates thereof; and boron compounds such as 
sodium tetraborate, sodium metaborate, potassium tet- 
raborate, potassium metaborate, ammonium tetraborate, 
hydrates thereof and orthoboric acid. The preferred, 
more preferred and optimum amounts of the agronomic 
nutrient elements per 100 parts calcium in the synthetic 
apatite, are set forth in Table 1. 

TABLE 1 


Agronutrient 

Element 

Preferred 
Amount (parts 
by Weight) 

More Preferred 
Amount (parts 
by weight) 

Optimum 
Amount 
(parts by 
weight) 

Ca 

100 

100 

100 

P 

30-50 

40-45 

40-42 

K 

0-4 

1-4 

2-3 

Mg 

0-5 

2-5 

3-4 
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TABLE 1 -continued 


Agronutrient 

Element 

Preferred 
Amount (parts 
by Weight) 

More Preferred 
Amount (parts 
by weight) 

Optimum 
Amount 
(parts by 
weight) 

S 

0-4 

2-4 

2.5-3.S 

Zn 

0-0.4 

0. 2-0.4 

0.08-0.3 

Cl 

0-1.25 

0.5-1.25 

1.0-1.13 

Fe 

0-4 

1-4 

2-3 

Mn 

0-1.2 

0.5-1.2 

0.5-1 

Cu 

0-0.12 

0.05-0.12 

0.08-0.1 

Mo 

0-0.0025 

0.001-0.002 

0.001-0.0015 

B 

0-0.05 

0.01-0.04 

0.02-0.03 


The synthetic apatite composition can also comprise 
a silicon and/or carbonate solubility control agent dis- 
persed in the apatite matrix. The solubility control agent 
increases or decreases the water solubility and permits 
enhanced control over the rate at which nutrient ele- 
ments are released. The effect of carbonate content on 
natural apatites is described in several publications in- 
cluding Caro, J., Journal of Agricultural Food Chemistry , 
4:684-687, 1956; McClellan, G., American Mineralogist 
54:1374-1391, 1969; and Lehr R., National Fertilizer 
Development Center Bulletin , Y-43, Vol. 8 published by 
the Tennessee Valley Authority, Muscle Shoals, Ala- 
bama which are hereby incorporated herein by refer- 
ence. 

The solubility control agent is provided in the syn- 
thetic apatite composition as a water soluble inorganic 
or organic compound. Examples of suitable water solu- 
ble carbonate compounds include sodium carbonate, 
sodium bicarbonate, ammonium carbonate, ammonium 
bicarbonate, potassium carbonate and potassium bicar- 
bonate. Examples of water soluble silicon compounds 
include inorganic silicates such as sodium silicate, so- 
dium disilicate, sodium metasilicate, sodium orthosili- 
cate, potassium disilicate, potassium metasilicate, potas- 
sium hydrogen disilicate, ammonium silicate, and hy- 
drates thereof, and organic silicates such as ethyl ortho- 
silicate and propyl orthosilicate. 

A solubility control agent can comprise from 0 to 
about 15 parts by weight per 100 parts calcium. A car- 
bonate agent is preferably used in an amount of 0 to 
about 15 parts by weight per 100 parts calcium, more 
preferably from about 2 to about 10 parts by weight and 
optimally from about 4 to about 6 parts by weight. A 
silicon agent is preferably used in an amount of 0 to 
about 10 parts by weight per 100 parts calcium, more 
preferably from about 2 to about 6 parts by weight and 
optimally from about 3 to about 5 parts by weight. 

The present synthetic apatite composition can option- 
ally include a binder agent to assist processing of the 
calcium phosphate into pellet form. Examples of such 
processing aid binders include caleium-lignosulfonate, 
cellulose, and the like. The binder comprises from 0 to 
about 10 percent by weight or more of the synthetic 
apatite. 

The present synthetic apatite composition is the pre- 
cipitated product of a water soluble calcium compound 
and a water soluble phosphate mixture comprising a 
water soluble phosphate compound and one or more 
water soluble agronutrients. The resulting product has 
nutrient elements incorporated into the structure of the 
calcium phosphate matrix. 

The second component of the present synthetic soil is 
a cationic exchange medium saturated with a charge of 
exchange cations of one or more agronutrients. Suitable 
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cationic exchange media have a cation exchange capac- 
ity (CEC) greater than about 50 cmol c /kg. Cationic 
exchange media preferably have a CEC of at least about 
100 cmol c /kg, but more preferably at least about 150 
cmolcAg. In addition, suitable cationic exchange media 5 
are substantially chemically inert, have low solublity in 
water and are essentially free of elements toxic to plant 
growth. 

A most preferred class of suitable cationic exchange 
media are mineral zeolites. Zeolites as mentioned previ- 10 
ously are hydrated aluminosilicates of alkali and alka- 
line-earth cations that possess infinite, three-dimen- 
sional crystal tetrahedral structures. Natural zeolites are 
a common mineral matter widely found in a relatively 
pure state. Synthetic zeolites have also been manufac- 15 
tured. Zeolites generally have a theoretical CEC of 
from about 200 cmol c /kg to about 600 cmol c /kg or 
more for some synthetically produced varieties. 

Representative examples of common natural zeolites 
include clinoptilolite (Na3, K3){Al6Si3o072}-24H20, 20 
chabazite (Na2, Ca)6{Ali2Si24O72}.40H2O, mordentite 
Nag{Al8Si3o096}.24H2), phillipsite (Na,K)5{Al5Sii- 
iO 32 }.20H 2 O, and the like. 

Representative examples of synthetic zeolites include 
Linde Type A Na96{Al96Si960 3 84}-216H20, Linde 25 
Type X Na 8 6{Al86Sii06O384}.264H 2 O, and the like. 

Due to desirable sand-like mechanical properties, a 
high degree of internal tunneling for favorable nutrient 
retention capacity and relative abundance in nature, a 
most preferred natural zeolite is clinoptilolite which is 30 
widely found in a relatively pure state. Clinoptilolite has 
been found to have good drainage and water holding 
characteristics, and a high theoretical cation exchange 
capacity of about 200 cmol c Ag. Clinoptilolite also has a 
high affinity for NH4+ and the ability to hold the ion 35 
internally away from nitrifying bacteria. Hence nitrifi- 
cation rates are slow and the amount of leached N is 
low. Clinoptilolite is commercially available as sand- 
si zed particles. 

While zeolites are preferred cationic exchange media, 40 
other types can be used. Examples of other natural 
mineral exchange media are phyllosilicate clays such as 
vermiculite and smectite. Ion exchange resins can also 
be used though more expensive. For convenience of 
illustration, the cationic exchange medium will be re- 45 
ferred to hereinbelow as the preferred but non-limiting 
zeolite embodiment. 

The zeolite in the present synthetic soil is wholly or 
partially saturated with a charge of exchange cations of 
one or more agronomic nutrients so that existing native 50 
cations such as Na+are replaced with the desired 
agronutrient cations. Applicable agronutrients which 
can be charged on the zeolite generally include potas- 
sium, ammonium, manganese(II), zinc, iron(II), copper- 
(II), calcium and magnesium. 55 

Selectivity (i. e. retention capacity) of exchange cati- 
ons can vary depending on the type and variety of the 
cation exchange medium in question. However, as a 
rule of thumb, the adsorption selectivity in clinoptilolite 
favors monovalent exchange cations over divalent cati- 60 
ons and among these, ion selectivity generally decreases 
with increasing ion hydration radius. For a clinoptilolite 
sample mined in the Wyoming region, selectivity for 
agronutrients and sodium was determined as follows: 
potassium > ammonium > > sodium > manganese(II) = - 65 
copper(II) —iron(II) > zinc > calcium > magnesium. 

In the practice of the present invention, the zeolite is 
preferably saturated with ammonium and potassium 
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cations (totally replacing native cations) at a weight 
ratio of from about 1 to about 5:1 of ammonium:potas- 
sium. As used herein, agronomic nutrients saturated on 
the zeolite will be referred to by the preferred but non- 
limiting potassium and ammonium embodiment. 

The present soil comprises from about 5 to about 100 
parts of the synthetic apatite per 100 parts by weight of 
the K+, NH 4 + saturated zeolite 

A third optional but preferred component of the 
present soil composition is a pH buffer to maintain a soil 
pH in the range of from about 5.5 to about 7. Examples 
of suitable pH buffers include weak acids (e. g., humic 
acid). The pH buffer is used at from about 0 to about 10 
parts per 100 parts by weight of the K+, NfL* 4- satu- 
rated zeolite. 

The synthetic apatite is conveniently made, for exam- 
ple, by preparing two or more aqueous stock solutions 
containing the appropriate compounds and mixing the 
stock solutions together. An inorganic replacement 
reaction occurs in the solution mixture to produce a 
precipitate. The precipitate can be recovered, e. g. by 
filtration, and dried. 

A first stock solution is made by dissolving a suitable 
quantity of the water soluble calcium compound in a 
neutral or basic aqueous medium. Examples of suitable 
calcium compounds include calcium nitrate, calcium 
nitrite, calcium chloride, calcium chlorate, hydrates 
thereof, and the like. Calcium nitrate tetrahydrate is a 
preferred compound. The first solution preferably in- 
cludes the calcium compound in an amount of from 
about 1.0 to about 1.6 moles per liter. 

A second stock solution is prepared by dissolving a 
suitable quantity of the soluble phosphate compound 
and suitable quantities of the soluble anionic nutrient 
compound(s) in a neutral or basic aqueous medium. 
Examples of suitable soluble phosphate compounds 
include ammonium orthophosphate-mono , ammonium 
orthophosphate-di, ammonium orthophosphate, ammo- 
nium hypophosphate and the like. The second solution 
preferably includes the phosphate compound in an 
amount of from about 0.5 to about 0.8 moles per liter. 
The amount of anionic nutrient compound(s) in the 
second solution will depend on the desired concentra- 
tion in the synthetic apatite end product which, in turn, 
will depend on the agronomic application. Generally, 
the second stock solution can include one or more ani- 
onic nutrient compounds each in an amount of from 
about 0.002 to about 0.4 moles per liter. 

A third stock solution is prepared, where appropriate, 
by dissolving a suitable quantity of the soluble cationic 
nutrient compound(s) in a neutral or basic aqueous me- 
dium. The quantity of the cationic nutrient com- 
pound^) in the third solution will again depend on the 
desired concentration in the synthetic apatite end prod- 
uct which, in turn, will depend on the agronomic appli- 
cation. Generally, the third solution includes one or 
more cationic nutrient compounds, each in an amount 
of from about 0.05 to about 5 moles per liter. 

The optional silicon and/or carbonate solubility con- 
trol agent can be added to the second (anionic) stock 
solution in an amount of from about 0.002 to about 0.4 
moles per liter. 

When preparing the above stock solutions, it is desir- 
able to avoid mixing salts together which can undergo 
unwanted inorganic replacement reactions in the stock 
solutions. Therefore, ionic compounds having a desired 
component element in the anion are held in solution 
separately from ionic compounds having a desired com- 
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ponent element in the cation. Liquid organic com- 
pounds (e. g. ethyl orthosilicate), however, can be 
added to any of the stock solutions or added separately 
before or after the stock solutions are mixed together. 

A preferred basic aqueous medium comprises a solu- 5 
tion of from about 18 to about 30 percent by weight of 
ammonium hydroxide in deionized water. A preferred 
neutral aqueous medium comprises deionized water. 

Typically, the third stock solution is mixed with the 
second stock solution and the combined solution is then 10 
mixed with the first stock solution. The resulting mix- 
ture is then maintained at ordinary temperature and 
pressure for a sufficient time period for the crystalline 
precipitate to form. 

The precipitate is recovered by ordinary means, such 15 
as, for example, by decanting the supernatant and filter- 
ing in a Buchner funnel. The precipitate is preferably 
washed with deionized water. 

The washed precipitate can be dried at room temper- 
ature. Preferably, however the precipitate is dried at a 20 
temperature ranging from about 200° C. to about 600° 

C. for a time period of from about 2 to about 20 hours 
in drying equipment such as an oven, wherein the tem- 
perature is preferably boosted in steps of 200° C. after 2 
hour intervals. The drying procedure can simulta- 25 
neously dry the precipitate and dehydrate or partially 
dehydrate the calcium phosphate endproduct. Solubil- 
ity is also partially dependent on the degree of hydra- 
tion of the calcium phosphate crystals, i. e., crystal size 
and degree of crystallinity. Since solubility is reduced 30 
by dehydration, the drying procedure specified can be 
used to adjust the solubility of the final product. The 
actual drying procedure used is not particularly critical 
so long as care is exercised in obtaining the desired 
degree of dehydration. The dried precipitate is prefera- 35 
bly cooled in a low humidity environment. 

The precipitate can be crushed, granulated or pellet- 
ized by conventional means to produce a suitable parti- 
cle size for use in soil treatment. Binding agents can be 
used to assist the formation of a relatively consistent 40 
granulation particle size and avoid the production of 
fines. Preferably, non-reactive binders are used. 

As indicated above, the type of nutrient elements 
incorporated into the calcium phosphate crystal struc- 
ture can vary from a single nutrient element to all seven 45 
micronutrients as well as potassium, sulfur and magne- 
sium. The quantity of each nutrient element incorpo- 
rated can be specified based on the agronomic factors 
involved. 

Prior to use, native cations of the zeolite exchange 50 
medium are replaced with cations of agronutrients, 
preferably NH 4 * 4 ", K+ as mentioned above. Various 
methods can be employed. Generally, zeolite particles 
having a size from about 50 jum to about 1000 jxm are 
preferably divided into individual portions for each 55 
agronutrient used. Each portion is then preferably indi- 
vidually charged with the desired agronutrient until 
saturation. The agronutrient charge is conveniently 
provided by a sufficiently concentrated (e. g., 1 M) 
aqueous solution of an ionic compound such as a chlo- 60 
ride, nitrate, sulfate, and the like of the agronutrient. 
Typically, the zeolite and nutrient solution are con- 
tacted at a suitable weight ratio, such as, for example, 
from about 2 to about 1:5 zeolite :nutrient solution. To 
ensure that the exchange sites of the zeolite are satu- 65 
rated with the agronutrient, the mixture is preferably 
agitated in a suitable vessel for a period of time such as 
24 hours, the solution is decanted, and the zeolite is 
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washed an additional two times with the appropriate 
solution. Afterward, the supernatant is decanted and the 
zeolite is washed with deionized water to remove ex- 
cess nutrient solution. The wash supernatant can be 
tested with an indicator compound to determine the 
presence of excess solution in the zeolite. Silver nitrate, 
for example, is a good indicator for chloride ions. 

After each portion of the zeolite is saturated with the 
desired agronutrient charge and excess solution is re- 
moved, the saturated zeolites are dried in an oven, for 
example, at a temperature on the order of 105° C. for a 
time period on the order of 24 hours. Once dried, the 
synthetic apatite and various saturated zeolite compo- 
nents can be dry blended in suitable equipment at a 
desired ratio. 

When the instant synthetic soil comes in contact with 
moisture, nutrient elements become mobilized as the 
apatite is dissolved. As a first step, nutrients dispersed in 
the apatite matrix (magnesium, sulfur and micronutri- 
ents in addition to phosphorus and calcium) are slowly 
released as dissolution proceeds. Calcium ion produc- 
tion is adsorbed by the zeolite which acts as a Ca 2 + 
sink. Removal of Ca 2+ from the solution phase shifts 
the equilibrium towards increased apatite dissolution 
and phosphate fertilization in the soil. Adsorbed cal- 
cium ions compete with the K+and NH +ion charge at 
zeolite exchange sites causing the release of K+ and 
NH 4 + into the soil. The pH buffer maintains a mildly 
acidic soil pH to further assist the rate of apatite dissolu- 
tion and nutrient release. 

Desired apatite solubility and nutrient release rate are 
usually determined empirically based on type of plant 
being grown, growth cycle requirements, and the like 
agronomic factors. 

The present fertilizing soil can be used in conven- 
tional agronomic applications by direct addition by 
conventional means to a suitably prepared field but is 
preferably used in horticultural applications such as 
zeoponics and hydroponics. 

The present synthetic soil has potential for lunar 
applications since zeolite synthesis from minerals found 
on the moon is thought to be feasible. Furthermore, 
plant-essential elements occur in trace quantities in 
lunar rock and can be extracted. 

To conduct a zeoponics culture, for example, a suit- 
able greenhouse or culture environment has the present 
synthetic soil and fertilizer appropriately blended and 
spread to a sufficient depth to support the root structure 
of seedlings planted therein. The soil is kept moist to 
fertilize the plants. 

The present invention is further illustrated by the 
following examples: 

EXAMPLES 1-3 

Three synthetic apatite compositions having nutrient 
elements incorporated into the crystalline structure 
were synthesized by an inorganic replacement reaction 
to simulate a naturally occurring hydroxyapatite min- 
eral. Initially, three stock solutions (A, B and C) were 
prepared using laboratory reagent grade chemicals. 
Each reaction was run using 500 ml of stock solutions A 
and B and 20 ml of stock solution C. The composition of 
the solutions is shown in Table 2. 
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TABLE 2 

Concentration (grams) 

Compound Example 1 Example 2 Example 3 

Solution A (0.5 liters 20 wt % NH4OH in deionized water) 5 

Calcium nitrate 141.52 141.52 141.52 

tetrahydrate 
(Ca(N0 3 ) 2 .4H 2 0) 

Solution B (0.5 liters 20 wt % NH4OH in deionized water) 


Ammonium 

orthophosphate-mono 

((NH4) 2 HP0 4 ) 


43.32 

43.32 

43.32 

10 

Ammonium carbonate 


11.93 

11.93 

— 


((NH4)C03) 
Ammonium chloride 
((NH4)C1) 


1.011 

1.011 

1.011 


Orthoboric acid 
(H3BO4) 


0.779 

0.779 

0.779 

15 

Ammonium paramolybdate 

0.00098 

0.00098 

0.00098 


((NH4)6Mo 7 0 24 .4H 2 0) 
Ammonium sulfate 
((NH 4 ) 2 S0 4 ) 


2.4974 

2.4974 

2.4974 


Solution C (20 ml deionized water) 


20 

Magnesium nitrate 
(Mg(N0 3 ) 2 ) 


13.499 

3.374 

12.972 


Iron(lI) nitrate 

hexahydrate 

(Fe(N0 3 ) 2 .6H 2 0) 


3.627 

3.627 

3.627 


Manganese(II) sulfate 
monohydrate 


0.5408 

0.5408 

0.5408 

25 

(MnS0 4 .H 2 0) 
Zinc nitrate 


0.5652 

0.5652 

0.5652 


(Zn(N0 3 ) 2 ) 
Copper(II) nitrate 
2.5hydrate 

(Cu(N0 3 ) 2 )— 2.5H 2 0) 


0.1464 

0.1464 

0.1464 

30 


Other additive (ml) 




Ethyl orthosilicate 


— 

5 

— 



After stock solutions A, B and C were prepared, 
solution C was quickly added to solution B and vigor- 35 
ously mixed for several seconds. This combined solu- 
tion (B and C) was then added to solution A. In Exam- 
ple 2, the ethyl orthosilicate liquid was also added to 
solution A concurrently with solutions B and C. In all 
the examples the final mixture was vigorously stirred 40 


analysis. The Figure shows diffractographs of the com- 
positions. The peaks (d-spacing) correspond to peaks 
for natural hydroxyapatites. Peak width was narrow 
suggesting that individual crystals have a width of from 
about 200-500 angstroms. The chemical analysis of the 
composition is shown in Table 3. 


TABLE 3 


Fraction (%) 

Component 

Example 1 

Example 2 

Example 3 

Na 2 0 

0 

0 

0 

k 2 o 

0 

0 

0 

SO3 

0.439 

0.139 

2.584 

CaO 

46.165 

47.789 

45.211 

P2O5 

33.461 

35.205 

36.116 

Fe 2 C>3 

1.001 

1.217 

1.175 

MgO 

2.839 

0.700 

2.562 

Si0 2 

— 

0.9838 

— 

OH 

3.163 

3.265 

3.401 

CO3 

6.7 

5.7 

— 

Mn 

2028 ppm 

2468 ppm 

2635 ppm 

Cu 

38 ppm 

75 ppm 

79 ppm 

Cl 

350 ppm 

140 ppm 

100 ppm 

Zn 

303 ppm 

849 ppm 

587 ppm 

M0O3 

4 ppm 

53 ppm 

0 

bo 3 

1237 ppm 

768 ppm 

1716 ppm 


EXAMPLES 4-12 

In the following examples, the apatite compositions 
prepared in Examples 1-3 were contacted with deion- 
ized water to determine the equilibrium ion concentra- 
tion after dissolution. At the end of each run, pH and 
the ion concentrations of the various elements were 
measured. Concentrations of manganese, iron, copper 
and zinc ions were determined using DTPA chelating 
agent (pH =7.3). The procedure consisted of placing a 
0.5 g sample of the synthetic apatite composition in a 
covered glass bottle containing 80 ml of deionized wa- 
ter. The bottles and samples were placed in an environ- 
mentally controlled reciprocal shaker at a setting of 100 
rpm and shaken for hours. The temperature was held at 
25° C.. Results are given in Table 4. 


TABLE 4 


Ex. 

No. 

Sample 

pH 





Element Concentration 





mg/L 



mg/kg 



mg/L 


P 

Ca 

Mg 

S 

Mn* 

Fe* 

Cu* 

Zn* 

B 

Mo 

Cl 

4 

1 

8.70 

1.33 

13.6 

29.8 

5.6 

121 

244 

6 

31 

4.4 

<0.02 

0.6 

5 

1 

8.70 

1.30 

13.6 

38.8 

6.0 

118 

249 

6 

29 

4.4 

<0.02 

1.7 

6 

1 

8.70 

1.30 

13.5 

39.6 

5.8 

118 

250 

6 

29 

4.3 

<0.02 

1.1 

7 

2 

8.13 

0.17 

15.2 

3.68 

2.4 

152 

250 

7 

56 

1.9 

<0.02 

2.3 

8 

2 

8.16 

0.22 

14.8 

3.27 

2.7 

163 

302 

7 

59 

1.9 

<0.02 

1.6 

9 

2 

8.16 

0.17 

14.1 

3.22 

2.3 

152 

246 

7 

56 

1.9 

<0.02 

3.1 

10 

3 

7.00 

2.95 

10.3 

2.67 

17.8 

160 

402 

10 

57 

0.8 

<0.02 

0.4 

11 

3 

6.95 

3.80 

10.3 

2.75 

17.6 

158 

406 

10 

55 

0.8 

<0.02 

0.4 

12 

3 

7.12 

3.45 

10.0 

2.71 

17.6 

158 

408 

10 

55 

0.8 

<0.02 

0.5 


•DTPA extractable, pH = 7.3. 


for 5 minutes and then allowed to stand for 18 hours to 55 
precipitate the calcium phosphate product. The clear 
supernatant was decanted and disposed of. The precipi- 
tate was washed 4 times with 3 liters of deionized water 
each washing. The precipitate was filtered using a 
Buchner funnel and Whatman #41 filter paper, and 60 
washed again with an additional 500 ml of deionized 
water. The precipitate was removed from the filter 
paper and placed into a glass beaker for drying. The 
precipitate was dried in an oven at 200° C. for 17 hours, 
lightly crushed in an agate mortar and stored in a desic- 65 
cator. 

The three synthetic materials were characterized by 
powder x-ray diffraction and by electron microprobe 


EXAMPLE 13 

In the following example, wheat is grown in a syn- 
thetic soil comprising a mixture of the Example 3 syn- 
thetic apatite, a natural clinoptilolite zeolite saturated 
with a charge of ammonium and potassium cations and 
a humic acid buffer. To prepare the clinoptilolite, a 3 to 
1 division is initially made. The larger portion is loaded 
into an ion exchange column having a reservoir contain- 
ing a 1M aqueous solution of NH4CI. Passing the 
NH4CI solution through the column saturates the cli- 
noptilolite with ammonium ions. Excess NH4CI solu- 
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tion is washed away using deionized water until the 
supernatant wash liquid does not turn a silver nitrate 
indicator solution cloudy. The ammonium-clinoptilolite 
is then removed from the column and dried in an oven 
at 105° C. over a 24 hour period. The smaller portion of 5 
clinoptilolite is similarly prepared except that the charg- 
ing compound is a 1M KC1 solution passed though the 
column. The potassium-clinoptilolite is similarly 
washed and dried. After cooling the present synthetic 
soil is prepared by mixing, 75 parts ammonium-clinop- 10 
tilolite with 25 parts potassium-clinoptilolite, 20 parts 
apatite and 10 parts pH buffer. Wheat seeds are then 
grown in the synthetic soil. 

The foregoing description of the soil composition and 
horticultural method is illustrative and explanatory 15 
thereof. Various changes in the materials, particular 
components and steps employed will occur to those 
skilled in the art. It is intended that all such variations 
within the scope and spirit of the appended claims be 
embraced thereby. 20 

What is claimed is: 

1. A method for preparing an active synthetic fertil- 
izer, comprising the steps of: 

(1) preparing an aqueous calcium solution from a ^ 
soluble ionic calcium compound; 

(2) preparing an aqueous phosphate solution from a 
soluble ionic phosphate compound, optionally with 
an anionic agronutrient selected from sulfate, chlo- 
ride, molybdate, borate, and combinations thereof, 
from a soluble ionic compound containing the ani- 
onic agronutrient; 

(3) optionally preparing an aqueous solution of cati- 
onic agronutrients selected from potassium, mag- 
nesium, zinc, iron, manganese, copper, and combi- 35 
nations thereof, from a soluble ionic compound 
containing the cationic agronutrient; 

(4) mixing together the calcium solution, the phos- 
phate solution and the cationic agronutrient solu- 
tion, if prepared, and forming an apatite precipitate 40 
by inorganic replacement reaction; 

(5) recovering the precipitate with a crystalline hy- 
droxylapatite structure having at least one agronu- 
trient structurally dispersed therein selected from 
sulfate, chloride, molybdate, borate, potassium, 45 
magnesium, zinc, iron, manganese, copper, or a 
combination thereof; 

(6) exchanging ammonium and potassium cations 
onto a cationic exchange medium; and 

(7) blending from about 5 to about 100 parts by 50 
weight of the precipitate from step (5) with 100 
parts by weight of the cationic exchange medium 
from step (6). 

2. A fertilizer, comprising: 

an admixture of agronutrient-substituted hydrox- 55 
ylapatite and cationic exchange medium obtained 
as the product from the blending step of claim 1. 

3. The fertilizer of claim 2, further comprising a pH 
buffer. 

4 . The fertilizer of claim 3, wherein said buffer main- 60 
tains a soil pH of from about 5.5 to about 7. 

5. The fertilizer of claim 2, wherein the cationic ex- 
change medium comprises natural or synthetic zeolite, 
phyllosilicate or a combination thereof. 

6. The fertilizer of claim 2, wherein the cationic ex- 65 
change medium is selected from clinoptilolite, chaba- 
zite, mordenite, phillipsite, Linde type A, Linde type X, 
vermiculite, smectite or a combination thereof. 
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7. The fertilizer of claim 2, wherein said cationic 
exchange medium has a cation exchange capacity of at 
least 50 cmol c /kg. 

8. The fertilizer of claim 2, wherein said cationic 
exchange medium has a cation exchange capacity of at 
least 100 cmol c /kg. 

9. The fertilizer of claim 2, wherein said cationic 
exchange medium has a cation exchange capacity of at 
least 150 cmol c Ag. 

10 . The fertilizer of claim 2, wherein the agronutri- 
ents in the cation exchange medium comprise ammo- 
nium and potassium at a weight ratio of from about 1 to 
about 5:1 of ammonium :potassium . 

11 . The fertilizer of claim 2, wherein said hydrox- 
ylapatite precipitate has dispersed therein, per 100 parts 
by weight calcium, up to about 4 parts potassium, up to 
about 5 parts magnesium, up to about 4 parts sulfur, up 
to about 0.4 parts zinc, up to about 1.25 parts chlorine, 
up to about 4 parts iron, up to about 1.2 parts manga- 
nese, up to about 0.12 parts copper, up to about 0.0025 
parts molybdenum, up to about 0.05 parts boron, and 
less than about 10 parts fluorine and wherein the cati- 
onic exchange medium comprises zeolite saturated with 
a charge of potassium and ammonium at a weight ratio 
of from about 1 to about 5:1 of ammonium :potassium. 

12 . The fertilizer of claim 11 , further including from 
0 to about 10 parts by weight of a pH buffer per 100 
parts by weight of the ammonium and potassium 
charged zeolite. 

13 . The method of claim 1 , wherein the charging step 
comprises contacting a first particulated zeolite portion 
with said ammonium cations, and contacting a second 
particulated zeolite portion with said potassium cations, 
and further comprising mixing said first and second 
zeolite portions to form a zeolite mixture having a 
weight ratio of ammonium charged zeolite to potassium 
charged zeolite from about 1:1 to about 5:1. 

14 . The method of claim 1 , further comprising blend- 
ing from 0 to about 10 parts by weight of a pH buffer 
with said zeolite and precipitate. 

15 . The method of claim 1 , wherein the cationic 
agronutrient solution is prepared, and wherein the mix- 
ing step comprises sequentially mixing the phosphate 
solution with the cationic agronutrient solution and 
then mixing the resulting phosphate-agronutrient solu- 
tion with the calcium solution. 

16 . The method of claim 1 , wherein the cationic 
agronutrient solution is prepared, the calcium solution 
comprises from about 1.0 to about 1.6 moles per liter 
calcium, the phosphate solution comprises from about 
0.5 to about 0.8 moles per liter phosphate and from 
about 0.002 to about 0.4 moles per liter of sulfate, mo- 
lybdate, borate, or a combination thereof, and the cati- 
onic agronutrient solution comprises from about 0.05 to 
about 5 moles per liter of potassium, magnesium, zinc, 
iron, manganese, copper, or a combination thereof. 

17 . The method of claim 1 , wherein the cationic 
agronutrient solution is prepared, the calcium solution 
comprises 1.0- 1.6 molar calcium, the phosphate solu- 
tion comprises 0.5-0. 8 molar phosphate and 0.002-0.4 
molar sulfate, chloride, molybdate, and borate, and the 
cationic agronutrient solution comprises 0.05-5 molar 
potassium, magnesium, zinc, iron, manganese and cop- 
per. 

18 . The method of claim 1 , comprising dehydrating 
the precipitate at a temperature from about 200° C. to 
about 600° C. to control the solubility of the synthetic 
apatite. 
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19. An active synthetic soil, consisting essentially of 
an admixture of: 

a cationic exchange medium saturated with a charge 
of ammonium and potassium at a weight ratio of 
ammoniumrpotassium of from about 1:1 to about 5 
5:1; and 

an agronutrient-substituted hydroxylapatite; 

wherein the hydroxylapatite has an overall composi- 
tion according to the formula: 

10 

(P04)3-^?/3Q^X(0H)i. z x z ) 
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weight, and when x is zero Q includes an anion of 
sulfur, boron or molybdenum, or a combination 
thereof. 

22. A horticultural method, comprising the steps of: 
planting a botanical species in a sufficient amount of 

the soil of claim 21; and 

contacting the soil with moisture to mobilize the 
agronutrients. 

23. The soil of claim 21, wherein M x has the formula: 

K X K U gxMg FQ xF(Z n xZrMn xMn Cu x c u 


wherein M is a cation containing an element selected 
from potassium, zinc, iron, manganese, magnesium, 
or copper, or a combination thereof: 15 

wherein m is the molar average valence of M accord- 
ing to the equation m = (2m,x/)/2x/) where each m / 
is the valence of an ith cation comprising M and x* 
is the relative molar proportion of the ith cation; 
wherein Q is an anion of carbonate, silicate or con- 2 q 
taining an element selected from boron, molybde- 
num, or sulfur, or a combination thereof; 
wherein q is the molar average valence of Q accord- 
ing to the equation q=(2q/y/)/(2y/) where each q ; 
is the valence of an ith anion comprising Q and y/is 25 
the relative molar proportion of the ith anion; 
wherein X is chloride, fluoride or a combination 
thereof; and 

wherein x has a value of 0-0.82 and y has a value of 
0-0.76, provided that at least one of x and y are 
greater than zero and when x is zero Q includes an 
anion of sulfur, boron or molybdenum, or a combi- 
nation thereof. 

20. A horticultural method, comprising the steps of: 
planting a botanical species in a sufficient amount of 

the synthetic soil of claim 19; and ^ 

contacting the soil with moisture to mobilize the 
agronutrients. 

21. An active synthetic soil, comprising in admixture: 
an agronutrient-substituted hydroxylapatite; and 

a cationic exchange medium saturated with a charge 40 
of ammonium and potassium at a weight ratio of 
ammonium:potassium of from about 1:1 to about 

5:1; 

wherein the hydroxylapatite has a generally uniform 
composition according to the formula: 45 

(Ca 5 . xm / 2 M x X(P 04 ) 3-^/3 Qy)((OH) i- z x z ) 

wherein M is a cation containing an element selected 
from potassium, zinc, iron, manganese, magnesium, 50 
or copper, or a combination thereof; 
wherein m is the molar average valence of M accord- 
ing to the equation m = (2m/x/)/(2x/) where each 
m/is the valence of an ith cation comprising M and 
x/ is the relative molar proportion of ith cation; 55 
wherein Q is an anion of carbonate, silicate or con- 
taining an element selected from boron, molybde- 
num, or sulfur, or a combination thereof; 
wherein q is the molar average valence of Q accord- 
ing to the equation q = (2q/y,)/(Xy/) where each q / 60 
is the valence of ith anion comprising Q and y / is 
the relative molar proportion of the ith anion; 
wherein X is chloride, fluoride or a combination 
thereof; and 

wherein x has a value of 0-0.82, y has a value of 65 
0-0.76, and z has a value of 0-0.15, provided that at 
least one of x and y are greater than zero and the 
amount of fluoride does not exceed 3000 ppm by 


wherein: 
x K ^ 0.205; 
x M g^0A12; 

Xi*»= 0.144; 
xz«=0.0123; 

XMn — 0.044; 
xcw=0.0038; 

X = XK + XMg + 'XFe 4* XZn + XMn + XQu\ and 
x>0. 

24. The soil of claim 23, wherein: 

0.102^x^0.154; 

0.247 ~XjW£= 0.33; 

0.072 ^ xp e = 0. 1 08; 

0.0061 ~xzn^0.0092; 

0.0 1 8 — XMn = 0.036; and 
0.0025 ^ xcu ~ 0.0032. 

25. The soil of claim 23, wherein: 

0.05 1 = xk^ 0.205; 

0.165^x^0.412; 

0.0359 ^ XFe= 0. 144; 

0.006 — xzn Si 0.0 1 23 ; 

0.01 8 = XMn = 0.044; and 
0.001 6 =x c «= 0.0038. 

26. The soil of claim 21, wherein has the formula: 

(CO3)^(XSiO4)j ? 5 i {MoO4)y3 ! f 0 (BO3)^^(SO4)^5 

wherein ychas a value up to about 0.5, ys/has a value 
up to about 0.218, y mo has a value up to about 
0.000052, yj?has a value up to about 0.0093, yshas 
a value up to about 0.25; and 
wherein y=yc+ysH-yjfo+y*+y& and (yMo+yB- 
+ys)>0. 

27. The soil of claim 26, wherein: 

0.00002 ^ y mo^ 0.000042; 

0.001 85 0.00741; and 
0.125^ys=i0.25. 

28. The soil of claim 27, wherein: 

0.0668 ^yc= 0.334; or 

0.0435 ^ ysi= 0. 1 3 1 . 

29. The soil of claim 26, wherein: 

0.000021 ;%m>^0.00003 1 3; 

0.0037:%*^ 0.0056; and 

0. 1 56 ^iys= 0.219. 

30. The soil of claim 29, wherein: 

0.134^y c ^0.2; or 

0.0653 ^ ys/=0. 109. 

31. The soil of claim 27, wherein x z has the formula: 
cl zcFzF 

wherein zc/has a value up to about 0.071, z^has a 
value less than about 0.08, and z=zc/+zf- 

32. The soil of claim 31; wherein: 

0.0283 = zc/= 0.07 1 ; and 
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ZfSi 0.008. 

33. The soil of claim 31, wherein: 

0.0565 ^zc/^i 0.064; and 
zf^O.00008. 

34. The soil of claim 21, herein the hydroxylapatite 5 
has the formula: 

\Ca 5 . xm /2K K Mg xMg Fe X F^n xZn Un xMn Cuxcu\[(P- 

04)3’yg/3(COs)ydSi04)ySi<Mo04) yMo (BOi) yS (- 

S04V 5 ][(OH) 1 . 2 C1 zC/ F 2F ] 

wherein m is the molar average valence of the potas- 
sium, magnesium, iron, zinc, manganese and cop- 
per cations according to the equation: 

m=(xK+2xMg+2x Fe +2xzn+2xMn+2xcu)/x 15 

wherein q is the molar average valence of the anions 
CO3, Si04> MOO4, BO3 and SO4 according to the 
equation: 

20 

= (2>>c+ 4 J>S /+ ZyMo + ^yB+'lyd/y 

wherein x=*K+XMg+*Fe+xzn+XMn+xcu* y=yc- 
+ysf+yAfo+y J B+y& z=zci j tzf, and at least one 
of x, yMo, y b and y 5 is greater than zero; and 25 
wherein: 

‘ VS0.21; 

x M g=0A\; 
x Fe ^0.U; 

XZn= 0.012; 30 

x Mn ^ 0.044; 
xcw=0.0038; 
yc=0.5; 
ys/=0.218; 

yAfc^l 0.000052; 35 


y#= 0.0093; 
ys=0.25; 
zc/= 0.071; and 

ZjP=0.08. 

35. The soil of claim 34, wherein: 
0.05 1 = xk= 0.205; 

0. 1 65 = XMg= 0.412; 
0.0359^x^0.144; 

0.006 ^ xzn = 0.0123; 

0.0 1 8 ^ XMn = 0.044; 

0.00 16= xcu = 0.0038; 

0.00002 ^ y mo^ 0.000042; 

0.00185 0.00741; 

0.125 = ys=0.25; 

0.0283 =zc/= 0.071; and 
zf — 0.008. 

36. The soil of claim 35, wherein: 
0.0668 ^ yc= 0.334; or 

0.0435 ^ysj^O. 131. 

37. The soil of claim 34, wherein: 
0.102^x^0.154; 
0.247^x^0.33; 

0.072 ^ xpe =0.1 08; 

0.006 ^ xzn = 0.009; 

0.01 8 ^ XMn = 0.036; 

0.0025 = xcu = 0.0032; 

0.00002 1 ^ yM>= 0.00003 1 3; 

0.0037 = y5^ 0.0056; 
0.157^^0.219; 

0.0565 ^zc/= 0.064; and 
zf^ 0.00008. 

38. The soil of claim 37, wherein: 
0.134~y c =0.2; or 

0.0653 ^ ys/= 0. 109. 
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